RESULTS   AND   CRITICISMS   OF  THE   EXPERIMENTS       IO3
painted with lithopone gave way, perceptibly, on the first
Inspection, which was determined by the brush test,
"whilst barely touching- the paintwork. This detaching* of
the lithopone paint continued throughout in such a way
that it was soon found that it was absolutely impossible to
replace 'white lead by lithopone in outdoor 'work.
The white zinc M.N.N. did not behave very well on
the first inspection, and from no point of view did it
behave so well as the white zinc used by the Com-
mission. The white zinc paints, made according to the
data of the French Commission, did not behave so well
a.s those made according to the proportions used in
Experiments II and HA.
Paints made with German White Lead did not behave
so well as those made with Dutch White Lead. They
!>;ave way rapidly.
To resume: Dutch white lead paints, compared with
white zinc paints, have suggested to the Commission the
following remarks :
In the beginning, that is during the first three years,
the white zinc paints gave slightly better results than
those with a lead basis. They did not give way so
easily under the wet-brush test. No fault could be
found anywhere. It was not until the inspection of the
.23rd October 1908, consequently three and a half years
sifter their application, that crevices were produced on their
surface, in some rather rare spots at first, especially
on woodwork exposed to moisture, where these defects,
once produced, increased at such a rate that, in a short
time, the woodwork was in a deplorable condition.
However, on smooth, vertical, wooden surfaces, on iron,